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ABSTRACTED -PUB -NO: JP 50008371A 
BASIC- ABSTRACT: 

Metallic salts are removed from waste water by adding 
caustic alkali to ppt . 

the salts as metallic hydroxides. Cryst. Si02 powder 
(100-400 mesh) is added 

to the waste water to accelerate the pptn. and coagulation 
of metallic 

hydroxides. Thus, 1.6 g. powdered silica (200-300 mesh) 
was added to 1 1 . of 

an aq. soln. contg. 400 ppm Cu2+; and 5% aq. NaOH soln. was 
added to adjust the 

pH to 8.0. The coagulation and pptn. rates of floes were 
0.20 and 3.83 

cm/min., resp., c.t. 0.010 and 1.12 when silica was not 
added. The resulting 

supernatant liq. contained 1.5 ppm Cu2+. 
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